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soft, thick places termed slub, flake, or raised part, is
twisted with another much finer thread.
Cord Yarns. Two, four, or up to twenty or more
single cotton threads are run together without twisting,
and a silk or other fancy thread is twined round this
cotton core so closely that the cotton is entirely hidden.
Corkscrew Yarn. Two yarns of different counts are
twisted together, and each yarn is delivered at a different
rate causing the peculiar corkscrew effect.
Crepe Yarns. Very hard, twisted single yarns are
doubled together in from four to nine folds.
Curl Yarns. A form of loop yarn made by doubling
a coarse yarn round a fine ground thread. The loops are
made at one process and then this yarn is twisted with
the other. Also called loop yarn.
Heald Yarns. Made from super Egyptian cotton, and
from six to twenty singles are doubled together.
Knop Yarns. Consist of a doubled thread upon which
a knop or bunch is made by one thread winding round
the ground thread many more times than the normal.
Also called spot, node, bourette, or bead yarn.
Sewing Threads. Doubled Egyptian or Sea Island
cotton yarns. The ordinary quality is three-fold and best
quality six-fold or six-cord,
Voile Yarns. Very evenly spun, hard twisted singles are
doubled.
Venetian Yarn. Usually is a 2/8o*s gassed yarn of
rather hard twist.
Gassing.
In the process of gassing, the yarn is rapidly passed
through a hot flame at a speed so regulated that the loose
fibres are burnt off. All cotton yarns contain many
projecting ends of fibre, and these fibres add weight but
do not add to the strength. During gassing these fibres
are burnt off and the yarn made lighter in weight but no
weaker. There is a slight discoloration, but this is not
considered a defect unless excessive, striped, or streaky.